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J inch thick accumulates on the canvas. On emerging from the tank the <cake is partly dried and then washed by sprays. Finally, the vacuum is cut off and air pressure applied inside the filter, the cake is detached, and assisted by a water spray slides down over a scraper into a launder. The filter surface then immediately enters the slime pulp again.
The Hunt Continuous Sand Filter x is a stationary horizontal annular •filter bed partly consisting of sand.   The filtration, aided by a vacuum, takes
place downwards, and a mixture of sand and slime is treated.   Aiter being washed, the mixture is scraped of! and discharged.
Ordinary Filter Presses.—An example of one of these is shown in-Pig. 169, in use on sulpho-telluride slimed ore. In these presses the action is intermittent. A number of parallel filter leaves are clamped together, and the
Mineral Industry, 1908, p. 454.her, and are lowered into a slime pulp vat and kept there until the frames have received a cake of about 1 inch in thickness. The frames are then lifted out and rapidly immersed in a washing vat for the necessary time, after which the cakes are discharged.
